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CERAMIC COMPOSITE LAMINATED 
SHEET AND PRODUCTION OF 
MULTILAYER WIRING BOARD USED 
THEREWITH 


ABSTRACT : PURPOSE: To provide a ceramic composite laminated sheet wherein heat resistance and 

r m r, p nT s,b H? are r e,lent and a mmayer wwi ^ ^ ****** * P S a 

S ZZF n y ° ' Cerami ° °" 3 meta " iC foil and im P^gnating the flame-sprayed layer 

with the organic insulating material and hardening it. 

CONSTITUTION: A ceramic flame-sprayed layer having a thickness of 50um is provided 
by flame-spraymg cordierite by plasma on a copper foil (a thickness of 18am) 1 Then as 
the organs insulating material, p-phenylenediamine, pyromellitic dianhydride and 
3.3 ,4.4 -biphenyltetracarboxylic dianhydride are reacted at molar ratio of 1 0 1 -0 4 The 
nSl f |^ e - spra ^ '!y er is ""PrBgnated with N-methyl-2-pyrrolidone varnish of the 
obtained polyam lc acid. The ceramic flame-sprayed layer is heated at 120°C for 30 
minutes in nrtrogen gas and the temperature thereof is raised from 120 to 400°C in two 
hours and furthermore the same is heated at 400°C for ten minutes. 
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